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Objective: Bonding forces of brackets to enamel surfaces may be affected by the 
procedures used for bleaching and enamel etching. The aim of this study was to 
investigate the bonding strength of orthodontic brackets to laser-etched surfaces 
of bleached teeth. Methods: In a nonbleached control group, acid etching (group 
A) or Er:YAG laser application (group B) was performed prior to bracket bonding 
(n = 13 in each group). Similar surface treatments were performed at 1 day 
(groups C and D; n = 13 in each subgroup) or at 3 weeks (groups E and F; n = 
13 in each subgroup) after 38% hydrogen peroxide bleaching in another set of 
teeth. The specimens were debonded after thermocycling. Results: Laser etching 
of bleached teeth resulted in clinically unacceptable low bonding strength. In 
the case of acid-etched teeth, waiting for 3 weeks before attachment of brackets 
to the bleached surfaces resulted in similar, but not identical, bond strength 
values as those obtained with nonbleached surfaces. However, in the laser- 
etched groups, the bonding strength after 3 weeks was the same as that for the 
nonbleached group. Conclusions: When teeth bleached with 38% hydrogen 
peroxide are meant to be bonded immediately, acid etching is preferable. 
[Korean J Orthod 2013;43(3):141-146] 
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INTRODUCTION 

Patients who undergo teeth-bleaching procedures 
may also opt for further enhancement of their smile 
with orthodontic treatment. However, the bleaching 
procedures and the methods used for enamel etching 
may affect the bonding forces of the brackets to enamel 
surfaces. The procedures for vital bleaching are thought 
to decrease bond strength by altering enamel surface 
topography.''^ Bleaching of vital teeth can be performed 
in the dental office or at home; the 2 approaches dif- 
fer in terms of the chemicals and concentrations used 
and the treatment durations. In a study wherein the 
bonding strengths of metal brackets were tested after 
bleaching, the authors have concluded that home blea- 
ching with 10% carbamide peroxide did not change the 
bonding strength; however, in-office bleaching with 
35% hydrogen peroxide decreased the bonding strength 
considerably.^ 

This reduction in bond strength may be due to loss 
of prismatic formation,^ loss of calcium and decreased 
micro-hardness, residual oxygen interference with 
resin penetration into the etched enamel, or inhibition 
of polymerization.'"''' Methods proposed for recovering 
the reduced bond strengths include removal of a layer of 
the enamel surface,'" delaying the bonding procedure," 
antioxidant treatment of the surface,'^ use of alcohol- 
based bonding agents,'^ or pretreatment of the surface 
with alcohol.'* 

Etching the surface of enamel can be carried out 
by acid, laser, or sandblasting. Whereas some studies 
suggest that laser etching can be as effective as acid 
etching,""''' other studies have concluded that laser- 
etching results in considerably lower bonding forces.'"'^" 
Because there is no study on bonding to laser-etched 
surfaces of bleached teeth, the aim of this study was to 
investigate the bonding strength and characteristics of 
orthodontic brackets attached to laser-etched surfaces 
of in-office bleached teeth, and compare them with the 
corresponding characteristics of acid-etched surfaces. 

MATERIALS AND METHODS 

Seventy-eight, sound, human, upper premolar teeth 
were used in this study. The teeth were scaled with 
a periodontal scaler to remove organic debris. After 
scaling, they were disinfected in 0.5% chloramine 
solution and stored in distilled water at 4°C until the 
beginning of the test. Each tooth was examined under 
a stereomicroscope (Lei ca /Meyer Instruments, Houston, 
TX, USA) to eliminate teeth with cracks or hypoplastic 
defects. The criteria for tooth selection included no 
pretreatment with a chemical agent such as alcohol, 
formalin, or hydrogen peroxide, or any other bleaching 
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material. The buccal enamel surfaces of the teeth were 
polished with non-fluoridated pumice and rubber 
prophylactic cups at a low speed (3,000 rpm) and then 
washed and dried before any procedure was performed. 

Specimens were then randomly divided into a control 
group (n = 26) and a bleaching group (n = 52). In the 
control group, surface treatments of acid etching or laser 
application prior to bracket bonding were performed 
immediately after enamel-surface cleaning in two 
subgroups (group A and B, n = 13 for each subgroup). 
In the bleaching group, the surface treatments were 
done 1 day (n = 26) or 3 weeks (n = 26) after bleaching. 
Each of these bleaching groups was then divided into 
2 subgroups (yielding groups C, D, E, and E, n = 13 for 
each subgroup) according to the surface treatments. 
The detail procedures employed for each subgroup are 
provided below: 

Group A: A 38% phosphoric acid gel (Etch-Rite; 
PulpDent, Watertown, MA, USA) was used to etch 
specimens. After 30 s, buccal surfaces were washed 
for 10 s with distilled water and dried with oil-free 
compressed air until the chalky white appearance of 
acid-etched enamel was obtained. 

Stainless steel, upper premolar, standard edgewise 
brackets (Standard Edgewise Dynalock; 3M Hnitek, 
Monrovia, CA, USA) with a base surface of 13.44 mm^ 
were used for this study. After surface treatments, the 
liquid primer Transbond XT (3M Unitek) was applied to 
the etched surfaces, and the brackets were bonded on 
the teeth with Transbond XT adhesive. Excess resin was 
removed with an explorer before polymerization. Then, a 
light-emitting diode (Starlights; Mectron S.p.a., Carasca, 
Italy) was used for curing the specimens for 20 s. 

Group B: The specimens were irradiated with Er:YAG 
(VersaWave; HOYA Photonics Inc., Eremont, CA, USA) 
laser with a wavelength of 2.94 |.im at 300 mJ/pulse, 10 
pulse per second. The laser was operated for 10 s in a 
focused, noncontact mode under water spray. The beam 
was aligned perpendicular to enamel at a 1-mm distance 
and was moved in a sweeping fashion by hand over an 
approximately 4 x 4-mm area during exposure. After 
laser application, upper premolar brackets were bonded 
by using the method described in group A. 

Group C: Eor groups C, D, E, and E, bleaching with 
38% hydrogen peroxide (Opalescence Boost; Hltradent, 
South Jordan, HT, USA) was performed as follows: 
The enamel surfaces were dried with cotton pellets, 
and tooth shades of the specimens were determined 
and recorded before bleaching using Opalescence 
Boost's own shade scale. Bleaching material was mixed 
according to the manufacturer's recommendations. A 
1-mm thick layer of 38% hydrogen peroxide was applied 
to buccal enamel surfaces for a total of 45 min in the 
first session. After 15 min of application, bleaching gel 
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was removed with a soft brush under running tap water 
and the procedure was repeated 3 times. Two sessions 
of office bleaching were performed, with a 3-day 
interval between sessions. During the test procedures, 
the specimens were stored in distilled water at 37°C and 
the distilled water was changed daily. Post-bleaching 
changes in the shades of the specimens were determined 
and recorded by using Opalescence Boost's shade scale. 
Bleaching treatments were applied in an environment 
of 100% humidity at 37°C. For groups C and D, acid 
or laser etching and bracket bonding procedures were 
performed 1 day after bleaching as described previously. 
In groups E and F, acid/laser etching and bracket 
bonding procedures were performed 3 weeks after blea- 
ching. 

After bracket bonding, crowns and roots of the teeth 
were separated with a diamond bur under water coolant 
and the crowns were embedded in acrylic resin blocks by 
using a mounting jig to align the buccal surface of the 
crowns and the base of brackets parallel to the base of 
the mold. 

Specimens were then stored in distilled water at 37°C 
for 24 h and thermocycled for 500 cycles between 5°C 
and 55°C with a dwell time of 30 s each. After ther- 
mocycling, debonding was performed with a shearing 
force using a testing machine (Instron 3345; Instron, 
Canton, MA, USA). Each specimen was oriented such 
that the buccal surface of the crown was parallel to the 
force during the shear strength test. A 50-kg tension 
cell was used at a crosshead speed of 1 mm/min. The 
force required to cause bond failure was recorded elec- 
tronically, measured in Newton (N), and converted into 
megapascal (MPa) with the following equation: 

Shear bond strength (SBS; MPa) = Debonding force (N)/ 
Bracket base area (mm^) and 1 MPa = 1 N/mm^ 

After debonding, all crowns and brackets were exa- 
mined under x40 microscopy and classified according to 
the adhesive remnant index (ARl). The ARl scores range 
from 0 to 3 (score 0 = no adhesive left on the tooth; 
score 1 = less than half of the adhesive left on the 
tooth; score 2 = more than half of the adhesive left on 
the tooth; and score 3 = all adhesive left on the tooth 
with a distinct impression of the bracket mesh). 

Statistical analysis 

Statistical calculations were carried out with NCSS 2007 
software (NCSS LLC, Kaysville, LIT, LISA) for Windows. In 
addition to descriptive statistics (mean, standard devia- 
tion), to assess normal distribution of the SBS values, 
the Shapiro-Wilk test was used. Because the SBS values 
were normally distributed, and because the Levene test 
did not show homogeneity in intergroup variance, the 
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Welch test was used to evaluate SBS of the groups. 
Dunnet's T3 test was used for subgroup comparisons. 
For the evaluation of qualitative data. Fisher's exact test 
was used. The results were evaluated at the p < 0.05 
significance level, with a 95% confidence interval. 

Ethical approval was obtained from the institutional 
board of Yeditepe University (approval no:107). 

RESULTS 

The bleached teeth showed an average change of 3 
shades. The mean and standard deviation values for 
both acid- and laser-etched groups are presented in 
Table 1. In evaluations with the Welch test, there was 
a statistically significant difference in bond strength 
between acid- and laser-etched groups (p < 0.001). 
In both the acid- and laser-etched groups, the SBS 
was significantly lower 1 day after bleaching (p < 0.05). 
When the mean and standard deviation values of bond 
strengths for the acid-etched groups were evaluated, the 
teeth bonded 3 weeks after bleaching showed slightly 
lower bond strengths than the control; however, this 
difference was not statistically significant (p > 0.05). 

A comparison of SBSs for the acid- and laser-etched 
groups revealed that the laser group showed significantly 
lower values (p < 0.001). The mean shear strength of the 
laser-etched teeth bonded 1 day after bleaching was 4.59 
± 2.1 MPa. In this subgroup (Group D), only 4 of the 
13 samples (31%) had values above 6 Mpa. In the laser- 
etched groups, the bonding strength after 3 weeks was 
the same as in the control group (p > 0.05). 

Table 2 shows the bonding failure sites and per- 
centages. In the 3 laser groups, bond failure occurred 
at the adhesive-enamel interface in all specimens, with 
no statistically significant difference between groups 
(p > 0.05). In the nonbleached acid-etching group, all 



Table 1. Mean shear bond strength, standard deviations, 
and results of Welch and Dunnet's 13 tests for groups 





Acid etch (MPa) 


Laser etch (MPa) 




Group A 


Group B 


Control 


25.67 ±5.12* 


7.73 ± 2.45* 




Group C 


Group D 


1 day after 
bleaching 


18.39 ±5.32+ 


4.59 ± 2.10^ 




Group E 


Group F 


3 weeks after 
bleaching 


21.62 ±3.92*'+ 


7.82 ± 1.66* 



Values are presented as mean ± standard deviation. 

Same superscript letters indicate no statistically significant 

difference. 
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Table 2. Percentage of adhesive remnant index (ARI) remaining on the enamel after debonding 



Group 


ARIO 


AMI 


ARI2 


ARI 3 


Group A* (Control-acid etch) 


0 (0.0) 


13(100.0) 


0 (0.0) 


0 (0.0) 


Group (Control-laser etch) 


13 (100.0) 


0 (0.0) 


0 (0.0) 


0 (0.0) 


Group C* (1 day after bleaching-acid etch) 


6 (46.2) 


6 (46.2) 


1 (7.6) 


0 (0.0) 


Group (1 day after bleaching-laser etch) 


13 (100.0) 


0 (0.0) 


0 (0.0) 


0 (0.0) 


Group E* (3 weeks after bleaching-acid etch) 


0 (0.0) 


11 (84.6) 


2 (15.4) 


0 (0.0) 


Group (3 weeks after bleaching-laser etch) 


13 (100.0) 


0 (0.0) 


0 (0.0) 


0 (0.0) 



Values are presented as number (%). 

Same symbols indicate no statistically significant difference. 




13 samples had an ARI score of 1, indicating that less 
than half of the adhesive was left on the tooth. For the 
group in which the acid etch and bonding procedures 
were carried out just after bleaching, the ARI scores 
were as follows: in 6 specimens, there was no adhesive 
left on the enamel surface; in another 6, there was less 
than half of the adhesive on the enamel surface; and in 
1 specimen, more than half of the adhesive was found 
on the enamel. In the group that underwent bonding 3 
weeks after bleaching, two types of bond failure (ARI 1 
and 2) were observed. 

DISCUSSION 

The results of this study indicate a significant reduction 
in the SBS of orthodontic brackets bonded to enamel 
surfaces prebleached with 38% hydrogen peroxide. The 
ARI scores for these bleached groups showed that the 
failure generally occurred between enamel and adhesive. 
The bond strengths of brackets bonded to bleached 
surfaces after waiting for 3 weeks showed a statistically 
nonsignificant increase; however, the increase was not 
enough to reach the unbleached control values. The 
reason for choosing a duration of 3 weeks to monitor 
changes in this study lies in the results of the clinical 
study by Mullins et al.,^' who stated that teeth bleached 
2-3 weeks before bonding had a higher bond-survival 
rate than those bleached less than 24 hours before 
bonding. In the present study, the ARI scores for the 
group in which bonding was carried out 3 weeks later 
indicated a tendency to show breaks within the adhesive, 
similar to the findings in the unbleached control group. 
Similar patterns of decreased bond strength were 
noted in studies that used hydrogen peroxide in-office 
bleaching.^''''^^"^'' Contradictory results are seen only in 
one study, in which the authors concluded there were 
no significant differences in bond strengths between a 
control group (nonbleached), an immediate-bonding 
group (bleaching with 35% hydrogen peroxide), and 
a 30-day delay group (bleaching with 35% hydrogen 



peroxide).^' However, in their study, the use of 2 acid 
etchings before and after the bleaching procedures 
could have masked the enamel changes created by the 
bleaching agent. The ARI scores in the study by Uysal 
et al.,^' however, were very similar to those obtained in 
the present study and other studies,^*^^"^'' showing that 
the failure site moves to the enamel-adhesive interface 
when the bleached surfaces are bonded immediately 

Similar to the findings of the present study, others 
have reported recovery of bond strengths with different 
waiting periods after bleaching. One of these 
studies used 25% hydrogen peroxide for bleaching and 
reported recovery of bond strengths even after 1 day, 
and this result was consistent until 1 month, wherein 
a slight decrease was noted.'' The authors have stated 
that scanning electron microscopy revealed an apparent 
decrease in the number of resin tags present in the 
enamel-composite interface. Polymerization inhibition 
of the resin bonding agent was proposed to cause 
the decrease in bond strength. This conclusion was 
supported by microscopic observation, which suggested 
that interaction between the resin and residual peroxide 
in the enamel influenced the bond-strength reduction. ° 
The results of a study by Abe et al.^*" were very similar 
to those of our study, but the authors chose a 1-week 
recovery period. After 1 week, SBSs were similar to, but 
slightly lower than, those in the nonbleached group. 

The SBSs of Er:YAG laser-etched groups showed 
a similar trend to acid-etched teeth in the case of 
bleached surfaces; however, the mean bond strengths 
were much lower and standard deviations much higher 
than in the groups receiving acid etch. Laser etch has 
been reported to yield a surface suitable for bonding 
and also resistant to carious attack."''^'' While some 
studies comparing acid- or self-etching to laser et- 
ching have recommended the use of laser etching for 
orthodontic bonding, some have raised doubts 
over the usefulness of laser etching because of large 
standard deviations and coefficients of variation and the 
irregular surface topography caused by the procedure.^" 
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Similar to our results, another study has shown that 
laser etching led to failure mainly at the enamel- 
adhesive interface.^" In another study, Martinez-lnsua 
et al.''' compared differences in bonding to acid-etched 
or Er:YAG laser-treated enamel and dentin surfaces 
using bond strength tests and scanning electron 
microscopy. The authors stated that adhesion forces to 
laser-etched enamel were weaker than those with acid 
etching, and the bond failure was due to microcohesive 
fracture of tooth enamel. They explained this cohesive 
tooth fracture and lower bond strength values by the 
weakening of enamel by microexplosions. They also 
found extensive subsurface Assuring after laser etching, 
which creates less regular and less homogeneous sur- 
face patterns that were unsuitable for bonding. In our 
study, ARl scores for the laser-etched groups showed 
100% failure at the enamel-adhesive interface, which 
demonstrated the inadequacy of bonding to the enamel 
surface. However, because we did not perform scan- 
ning electron microscopy, it is not possible to state if 
there were enamel microfractures. Less adhesive left 
on the enamel surface is regarded as less time spent 
cleaning the teeth after debonding.^' However when it 
is evaluated together with the SBSs (Table 1) of laser 
groups recorded in this study, it is evident that the ena- 
mel surface had not been adequately prepared for the 
bonding of the adhesive. The adequate bond strength 
for orthodontic attachments is reported to be 8 MPa, 
which is higher than the mean values of laser-etched 
groups in the present study.^^ 

It is so far impossible to duplicate the oral environment 
in vitro, because of the complexity of the system and 
changing stress, humidity, and acidity of the medium. 
In vitro studies are performed to overcome limitations 
by simplifying and controlling the conditions affecting 
the system; however, these limitations should be kept in 
mind while interpreting the results. The inconsistencies 
in study results can arise from variations in testing 
procedures, such as different kinds of specimens used 
(bovine/human enamel), the sequence of applications 
(e.g., etch procedure before and/or after bleaching), 
fluoridation differences in the study design, treatment 
chemicals and their concentrations, treatment durations 
and application frequency (cycling vs. single application), 
and the use of different technical devices. Besides these 
variations and limitations, some studies report different 
results with the same material and methods. It has been 
explicated that coordinated bleaching-bonding is both a 
technique-sensitive and system-specific treatment.^*" 

Even though thermocycling is one of the recommen- 
dations of International Organization for Standardization 
for in vitro studies, reviewing the literature on this 
subject reveals that most studies have omitted this 
procedure. Another important concern is that in most 



Kj6^ 

studies, the authors have neglected to report on effec- 
tiveness of the bleaching agent they used. 

CONCLUSION 

In-office bleaching with 38% hydrogen peroxide 
resulted in dramatic reduction of shear bond strength of 
orthodontic attachments, with ARl scores indicating that 
the failure site switched from within the adhesive to the 
enamel-adhesive interface in the acid-atched teeth. 

Er:YAG laser etching of bleached teeth resulted in 
clinically unacceptable low bonding strength. 

Waiting for 3 weeks before bonding attachments to 
bleached surfaces resulted in similar, but not exactly 
the same, bond strength values as those obtained in 
nonbleached surfaces with acid etching; however, in 
laser-etched groups, the bonding strength after 3 weeks 
was the same as that in the nonbleached group. 

When teeth bleached with 38% hydrogen peroxide 
are meant to be bonded immediately, acid etching is 
preferable. 

ACKNOWLEDGEMENTS 

We thank Dr. Korkmaz Sayinsu for supplying the 
orthodontic brackets. 

REFERENCES 

1. Titley K, Torneck CD, Smith DC. Effect of con- 
centrated hydrogen peroxide solution on the surface 
morphology of cut human dentin. Endod Dent 
Traumatol 1988;4:32-6. 

2. Cavalli V, Arrais CA, Giannini M, Ambrosano GM. 
High-concentrated carbamide peroxide bleaching 
agents effects on enamel surface. J Oral Rehabil 
2004;31:155-9. 

3. Patusco VC, Montenegro G, Lenza MA, Alves de 
Carvalho A. Bond strength of metallic brackets after 
dental bleaching. Angle Orthod 2009;79:122-6. 

4. McCracken MS, Haywood VB. Demineralization 
effects of 10 percent carbamide peroxide. J Dent 
1996;24:395-8. 

5. Hegedus C, Bistey T, Elora-Tvlagy E, Keszthelyi G, 
Jenei A. An atomic force microscopy study on the 
effect of bleaching agents on enamel surface. J 
Dent 1999;27:509-15. 

6. Rueggeberg EA, Margeson DH. The effect of oxygen 
inhibition on an unfilled/filled composite system. J 
Dent Res 1990;69:1652-8. 

7. Kalili T, Caputo AA, Mito R, Sperbeck G, Malyas J. 
In vitro toothbrush abrasion and bond strength of 
bleached enamel. Pract Periodontics Aesthet Dent 
1991;3:22-4. 



www.e-kjo.org http://dx.doi.org/ 1 0.4041 /kjod.201 3.43.3. 141 



145 



8. Titley KC, Torneck CD, Smitli DC, Chernecky R, 
Adibfar A. Scanning electron microscopy obser- 
vations on the penetration and structure of resin 
tags in bleached and unbleached bovine enamel. J 
Endod 1991;17:72-5. 

9. Dishman MV, Covey DA, Baughan LW. The effects 
of peroxide bleaching on composite to enamel bond 
strength. Dent Mater 1994;10:33-6. 

10. Cvitko E, Denehy GE, Swift EJ Jr, Fires JA. Bond 
strength of composite resin to enamel bleached with 
carbamide peroxide. J Esthet Dent 1991 ;3:100-2. 

11. Uysal T, Sisman A. Can previously bleached teeth be 
bonded safely using self-etching primer systems? 
Angle Orthod 2008;78:711-5. 

12. Bulut H, Kaya AD, Turkun M. Tensile bond strength 
of brackets after antioxidant treatment on bleached 
teeth. Eur J Orthod 2005;27:466-71. 

13. Sung EC, Chan SM, Mito R, Caputo AA. Effect of 
carbamide peroxide bleaching on the shear bond 
strength of composite to dental bonding agent en- 
hanced enamel. J Prosthet Dent 1999;82:595-9. 

14. Barghi N, Godwin JM. Reducing the adverse effect 
of bleaching on composite-enamel bond. J Esthet 
Dent 1994;6:157-61. 

1 5. Lee BS, Hsieh TT, Lee YL, Lan WH, Hsu YJ, Wen PLI, 
et al. Bond strengths of orthodontic bracket after 
acid-etched, Er:YAG laser-irradiated and combined 
treatment on enamel surface. Angle Orthod 2003; 
73:565-70. 

16. Gokcelik A, Ozel Y, Ozel E, Arhun N, Attar Eiratli 
S, et al. The influence of Er:YAG laser conditioning 
versus self-etching adhesives with acid etching on 
the shear bond strength of orthodontic brackets. 
Photomed Laser Surg 2007;25:508-12. 

17. Berk N, Ba§aran G, Ozer T. Comparison of sand- 
blasting, laser irradiation, and conventional acid 
etching for orthodontic bonding of molar tubes. Eur 
J Orthod 2008;30:183-9. 

18. von Eraunhofer JA, Allen DJ, Orbell GM. Laser 
etching of enamel for direct bonding. Angle Orthod 
1993;63:73-6. 

19. Martinez -Insua A, Da Silva Dominguez L, Rivera EG, 
Santana-Penin UA. Differences in bonding to acid- 
etched or Er:YAG-laser-treated enamel and dentin 
surfaces. J Prosthet Dent 2000;84:280-8. 

20. U§umez S, Orhan M, U^umez A. Laser etching of 
enamel for direct bonding with an Er,Cr:YSGG 



Ozdemir et al • Bonding to laser etched prebleached enamel 



hydrokinetic laser system. Am J Orthod Dentofacial 
Orthop 2002;122:649-56. 

21. Mullins JM, Kao EC, Martin CA, Gunel E, Ngan P. 
Tooth whitening effects on bracket bond strength 
in vivo. Angle Orthod 2009;79:777-83. 

22. Torneck CD, Titley KC, Smith DC, Adibfar A. The 
influence of time of hydrogen peroxide exposure on 
the adhesion of composite resin to bleached bovine 
enamel. J Endod 1990;16:123-8. 

23. Titley KC, Torneck CD, Ruse ND, Krmec D. Adhesion 
of a resin composite to bleached and unbleached 
human enamel. J Endod 1993;19:112-5. 

24. Cavalli V, Reis AE, Giannini M, Ambrosano GM. 
The effect of elapsed time following bleaching on 
enamel bond strength of resin composite. Oper Dent 
2001;26:597-602. 

25. Turkkahraman H, Adanir N, Gungor AY. Bleaching 
and desensitizer application effects on shear bond 
strengths of orthodontic brackets. Angle Orthod 
2007;77:489-93. 

26. Abe R, Endo T, Shimooka S. Effects of tooth blea- 
ching on shear bond strength of brackets rebonded 
with a self-etching adhesive system. Odontology 
2011;99:83-7. 

27. Uysal T, Basciftci EA, U^umez S, Sari Z, Buyuker- 
kmen A. Can previously bleached teeth be bonded 
safely? Am J Orthod Dentofacial Orthop 2003; 123: 
628-32. 

28. Cecchini RC, Zezell DM, de Oliveira E, de Ereitas 
PM, Eduardo Cde P. Effect of Er:YAG laser on 
enamel acid resistance: morphological and atomic 
spectrometry analysis. Lasers Surg Med 2005;37: 
366-72. 

29. Basaran G, Ozer T, Berk N, Hamamci 0. Etching 
enamel for orthodontics with an erbium, chromium: 
yttrium-scandium-gallium-garnet laser system. 
Angle Orthod 2007;77:117-23. 

30. Ozer T, Ba§aran G, Berk N. Laser etching of enamel 
for orthodontic bonding. Am J Orthod Dentofacial 
Orthop 2008;134:193-7. 

31. Bishara SE, Gordan W, VonWald L, Jakobsen JR. 
Shear bond strength of composite, glass ionomer, 
and acidic primer adhesive systems. Am J Orthod 
Dentofacial Orthop 1999;115:24-8. 

32. Maijer R, Smith DC. A new surface treatment for 
bonding. J Biomed Mater Res 1979;13:975-85. 



146 



http://dx.doi.Org/10.4041/kjod.2013.43.3.141 www.e-kjo.org 



